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10.  Can ground enamel be kept?

Ground enamel can be kept in water for short period of
.time, if kept in a wide-mouthed bottle well corked.

11.  Does gum tragacanth change the color of the enamel?

Gum tragacanth used in liquid form and only a small quan-
tity in the enamel, or on the foils does not discolor the
enamel,

12.  What is enamel flux?

Enamel flux is the clear substance into which oxides are
mixed to form the colored enamels.

13.   Why are fluxes used?

Transparent enamels are more brilliant if fired over a coat-
ing of flux.

14.   What solder should be used?

To prevent discoloration in the enamel gold solder should
be used. For general soldering 9-K is used; for fine gold
18-K gold wire is used.

15.   What metal is used for the cradles?

Nickel is preferred for the cradles as it does not scale. Iron
may be used but should have a coating of rouge on the
surface,

16.  Why are the cradles equally perforated?

To obtain a uniform heat for the enameled piece under fire.

17.  How is the tarnish removed from the foil?

Anneal the foil in the furnace.

18.   Why do the foils crinkle when they are fired?

Foils should be annealed before being applied to the enamel.
Many of the foils are annealed when purchased.

19.  Why is the foil perforated with holes? ,

To make it easier to handle and less likely,to,crinkle, also
to allow air to escape.